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0 Water* and oll-repellent antlfouling finishing agent 



® Tliis invention provides an antifouling finishing agent comprising a fluorine-containing polymer comprising at 
least 50% by weight of a fluorine-containing acrylate represented by the formula 

CHo=C-F 
^ I 

I COO-Y-R^= 



00 wherein Y is alkylene group having 1 to 3 carbon atoms, a group of the fomiula -CH2CH2N(R)S02- (wherein 

O R Is alkyi group having 1 to 4 carbon atoms) or a group of the formula -Ci-l2CH(OZ)GH2- (wherein Z is 

^ hydrogen atom or acetyl group), and Rf is fiuoroalkyi group having 3 to 21 carbon atoms or fluoroalkyl 

CO group having 3 to 21 carbon atoms and containing 1 to 10 oxygen atoms In the carbon chain (provided that 

W no oxygen atom is adiacent or closest to other oxygen atom), said fluoroalkyl groups having at least 5 

Q fluorine atoms. 

a. 
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WATER- AND OIL-REPELLENT ANTIFOULING FINISHING AGENT 



Field of the Invention 

This invention relates to a water-repellent, oil-repellent fluorine-containing antifouling finishing agent. 

5 

Background of the Invention 

Known water- and oil-repellent antifouling finishing agents include those containing a urethane com- 
pound having long-chain fiuoroalicyl group (e.g. Japanese Unexamined Patent Publications 
TO Nos.l 12855/1978; 74000/1979; and 133485>^979). 

However, these antifouling finishing agents have the drawback of poor durability because the long-chain 
fluoroalkyi group-containing urethane compound (hereinafter refenred to as "Rf urethane compound") is low 
In molecular weight 

To improve the durability, R| urethane compounds having a molecular weight of 800 to 3000 have been 
75 proposed (e.g. Japanese Unexamined Patent Publication No. 189284/1983). 

Yet the antifouling agents containing the proposed Rf urethane compound have disadvantages. Said R| 
urethane compounds are difficult to synthesize and the synthesized compounds are mixtures of various 
structures. Further said Rf urethane compounds have such tow fluorine content that the resulting antifouling 
fmishing agents are not fully satisfactory in any of water and oil repellency and antifouling property. 

20 



Summary of the Invention 

The main object of the present invention is to provide an antifouling finishing agent which Is outstanding 
25 net only in water and oil repellency and antifouling property but also in durability. 

Other objects and features of the invention will become apparent from the following description. 
The present invention provides an antifouling finishing agent comprising a fluorine-containing polymer 
comprising at least 50% by weight of a fluorine-containing acrylate represented by the formula 



30 



CH5=C-P 
I 



COQ-y-Rx 



(1) 



wherein Y is alkylene group having 1 to 3 carbon atoms, a group of the fomnula -CH2CH2N(R)S02- (wherein 
R is alkyl group having 1 to 4 carbon atoms) or a group of the formula -CH2CH(OZ)CH2- (wherein Z is 
hydrogen atom or acetyl group), and Rf is fluonaalkyl group having 3 to 21 carbon atoms or fluoroalkyi 
group having 3 to 21 carbon atoms and containing 1 to 10 oxygen atoms in the carbon chain (provided that 
no oxygen atom is adjacent or closest to other oxygen atom), said fluoroalkyi groups having at least 5 
fluorine atoms. 



Detailed Description of the Invention 

It is essential In this Invention to use a fluorine-containing polymer comprising at least about 50% by 
weight preferably about 65% by weight or more, of the fluorine-containing acrylate of the formula (1). 

The fluoroalkyi groups of the fluorine-containing acrylate of the formula (1) must contain 5 or more 
fluorine atoms in order to impart improved water and oil repellency and antifouling property to the acrylate. 

Preferred examples of the fluorine-containing acrylate of the formula (1) include those represented by 
the fonmula 
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CH2«C-P 



COO«(CH2)nj(CP2)nCF3 



(1-a) 



wherein m is an integer of 1 to 3 and n is an integer of 5 to 13. 

Specific examples of the fluorine-containing acrylate of the formula (1) are CH2=CF- 
COOCH2CH2C6F,3. CH2=CF-COOCH2C8Fi7. CH2 =CF-COOCH2CaF,GCF(CF3)2. CH2 = CF-COOCH2-CF- 
10 {CF3)OCF2CF(CF3)OC3F7. CH2 «CF-COOCH2-CF(CF3)OC3F7, CH2 =CF-C0OCH2CH2-N(CHa)SO2C8F,7, 
CH2 = CF-COOCH2CH(OH)CH2C9Fi9, etc. 

The fluorine-containing polymer of the present Invention may contain other monomers than the fluorine- 
containing acrylate of the formula (1). Examples of the other monomers are those represented by the 
formula 

75 

A 

k 

CHo=C (2) 
^ I 

COO-B 



wherein A is hydrogen atom, fluorine atom, chlorine atom or methyl group and B is alkyl group having 1 to 
10 carbon atoms, alicyclic group or aromatic group having 6 to 10 carbon atoms, or fluoroalkyi group having 
1 to 10 carbon atoms. 

Of the monomers of the formula (2), preferred monomers are those capable of producing a homo- 
polymer having a glass transition temperature (hereinafter referred to as "Tg") of 20* C or higher or those 
containing alicyclic or aromatic group. The copolymers containing such monomer is capable of giving a 
tough^and hard film sufficient to withstand an impact inflicted on treading by feet. 

Preferable of the monomers of the formula (2) are acrylates or methacrylates represented by the 
formula 



A' 

I. 

CH2=C {2-a) 
COO-B ' 



40 



45 



wherein a' is hydrogen atom, fluorine atom or methyl group and B is methyl group, ethyl group, phenyl 
group, benzyl group, cyclohexyl group, tert-butyl- group, neopentyl group, tricyclodecanyl group, bomyl 
group, isobomyl group, dicyclopentenyl group or phenoxyethyl group. 

Specific examples of the monomer of the formula (2) are CH2 = CHCOO-R^ (wherein is cyclohexyl 
group), CH2=C(CH3)COOCH3. CH2 =C(CH3)COOCi8H37. CH2 =C(CH3)COOCH2CH2C7Fi5. CH2=C(CI)- 
COOCH3, 

CH2=C(CH3)COOCH2.^o) / CH2=CHCOO C^)]^ f 



CH2 = CF-COOCH3, CH2 = CF-COOR^ (wherein is as defined above), etc. 

Other monomers than the monomer of the formula (2) (hereinafter referred to as "monomer (3)") can be 
incorporated in the fluorine-containing polymer. Examples of the monomer (3) are ethylenlcally unsaturated 
monomers including ethylene, propylene, styrene, vinyl chloride, vinylidene chloride, acrylates or 
methacrylates having functional group such as vinyl group, hydroxyl group, carboxyl group, glycidyl group, 
dialkylamino group, trialltoxysilyl group or the like. 

Preferable of such monomers (3) are acrylates or methacrylates having functional group. 

Specific examples of the acrylates or methacrylates having functional group are 
CHa^CHCOOCHaCHaOH. CHa^CHCOO-R^ (R^ is glycidyl group), CH2 =C(CH^)COOCHaCH^CHzSi- 
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(OCH3)3. CH2 = CHC00H, CH2 =C(CH3)C00H, CH2 ^CCCHajCOONHCHzOH. etc. 

Inexpensive monomers such as ethylene, propylene, styrene. vinyl chloride, vinylidene chloride or the 
Ilk© serve to decrease the cost for production of the fluorine-containing polymer and give hardness and 
other properties to the film formed from the fluorine-containing polymer. 
5 The amount of the monomer of the formula (2) and/or the monomer (3) in the polymer to be used in the 

invention is about 50% by weight or less. The polymer comprises preferably about 65 to about 90% by 
weight of the monomer of the formula (1), about 10 to about 35% by weight of the monomer of the formula 
(2) and 0 to about 10% by weight of the monomer (3). 

The fluorine-containing polymer containing functional group can provide a film of antrfouling finishing 
70 agent with an improved adhesion to an article to be treated. Further, it is possible to crosslink the fluorine- 
containing polymer by utilizing the functional group. The crossllnking can be accomplished by conventional 
methods commonly employed in the art (e.g. Japanese Examined Patent Publication No.42880/1 972). The 
acrylate or methacrylate having such functionaJ group useful as a source of functional group of fluorine- 
containing polymer is used usually in an amount of 10% by weight or less. Optionally the polymer to be 
15 used in the invention may be blended with an R| urethane compound, and also with methyl methacrylate or 
the like insofar as the blending does not adversely affect the properties of the polymer. 

The copolymer to be used in the invention may be blended with poly methyl methacrylate. polyisobutyl 
methacrylate or a copolymer comprising these monomers and other monomer insofar as the blending does 
not adversely affect the properties of the copolymer. The blending lowers the cost, hence economical. 
20 Preferred polymers useful for the blending are those having a glass transition temperature (Tg) of 50* C or 
higher. Examples of such polymers are Elvacites 2041. 2042, 2013. 2045 and Ep 2021 and the like (trade 
names for products of Du Pont). 

It is desirable that the fluorine-containing polymer to be used in the invention have a number-average 
molecular weight of about 10000 to about 4000000 as determined by gel permeation chromatography, and 
25 an inherent viscosity M of about 0.25 to about 3.0 as determined at 35* C using a solvent such as m-xylene 
hexafluoride, methyl ethyl ketone, chloroform, 1.1,1-trichloroethane or the like. If the polymer used has a 
number-average molecular weight of less than about 1 0000. the film formed from the finishing agent tends 
to easily separate from the article, and is poor in antifouiing property. On the other hand, if the polymer 
used has a number-average molecular weight of more than about 4000000, the finishing agent of the 
30 invention Is difficult to apply to the article to be treated. 

Moreover, it is preferred to use a fluorine-containing polymer having Tg or a melting point (hereinafter 
refenred to as "Tm") of about 35* C or higher in view of the durability particularly against treading by shod 
feet 

The fluorine-containing polymer to be used in the invention can be prepared by radical polymerizations 
35 such as solution polymerization, bulk or mass polymerization or emulsion polymerization. 

Examples of solvents useful in solution polymerization are m-xylene hexafluoride. trichlorotrlfluoroethane 
and like fluorine-type solvents, 1,1.1-trlchloroethane and like chlorine-type solvents, etc. In use, the polymer 
prepared by solution polymerization Is made into a solution after drying following the separation from the 
solvent. Optionally the polymer solution may be merely diluted after completion of polymerization. 
40 Examples of polymerization initiators useful in solution and bulk (or mass) polymerizations are 
azobisisobutyronltrile and like azo compounds, benzoyl peroxide and like peroxide compounds, etc. 

Examples of chain transfer agents useful in solution and bulk (or mass) polymerizations are lauryl 
mercaptan. thiophenol and like mercaptans. etc. 

A preferred polymerization temperature is about 30 to about 100* C in any of said polymerization 
45 methods. 

The fluorine-containing polymer thus prepared by solution or bulk (or mass) polymerization is usually 
dissolved in a solvent capable of dissolving well said polymer and then is diluted with a solvent having a 
dissolving power sufficient to dissolve the polymer without precipitation. Subsequently the diluted solution is 
applied to an article to be treated. The application can be done by methods commonly employed for known 

50 antifouiing finishing agents, such as dipping, brushing or spraying methods. A prefen-ed concentration of the 
diluted solution is in the range of about 0.1 to about 30% by weight In brushing application and about 0.05 
to about 15% by weight in spraying application. After application, the coated article is dried at a 
temperature ranging from room temperature to about 150' C. 

Examples of solvents useful for dissolution are m-xylene hexafluoride, trichlorotrifluoroethane and like 

ss fluorine-type solvents, trichloroethane and like chlorine-typo solvents, etc. Examples of solvents useful for 
dilution are tetrachloroefhylene, trichloroethylene and like chlorine-type solvents, acetone and like ketones, 
ethyl acetate and like esters, toluene and like aromatic solvents, n-pentane and like saturated aliphatic 
solvents, ethanol, isopropanol and like alcohols, etc. The solvents useful for dissolution can be used also for 
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dilution. 

Examples of emulsifying agents useful in emulsion polymerization are nonionic, catlonic and anionic 
compounds among whicli nonionic compounds are preferable. 

Preferred polymerization initiators useful in emulsion polymerization include water-soluble compounds 
5 such as azobisisobutyroamldlne hydrochloride and like azo compounds, succinic acid peroxide and like 
peroxide compounds, etc. 

A preferred emulsion polymerization temperature is about 30 to about 100 C. 

The fluorine-containing polymer prepared by emulsion polymerization can be used as an aqueous type 
antifouling finishing agent Generally the emulsifier need not be removed from the polymer. The aqueous 
70 type antifouling finishing agent can be applied by the same methods as described above. The aqueous 
type antifouling finishing agent which contains water. Is preferably heated to about 100 to about 150'C for 
drying. 

The antifouling finishing agent of the invention is usable for applications requiring resistance to wear,, 
more specifically in treating solid substrates such as tents, sheet covers, carpets, sofas, curtains or the like 
75 to impart an antifouling property. 

The antifouling finishing agent of the invention may be mixed with a synthetic resin to provide the resin 
with an antifouling property. For this purpose, the antifouling finishing agent is used in an amount of about 
0.05 to about 20 parts by weight, preferably about 0.1 to about 2 parts by weight per 100 parts by weight 
of the resin. 

20 The synthetic resins usable for this application are not specifically limited and Include a Wide range of 
known resins. Examples of such resins are polyvinyl chloride, polystyrene, polyamlde, polyester, polyacetal, 
polycarbonate, polyacryl, vinyl chloride-vinyl acetate copolymer, vinylidene chloride- vinyl chloride 
copolymer, epoxy resin, unsaturated polyester resins, phenol resins, urea resins, etc. Different resins can be 
used in mixture and flller-cantaining resins are usable. 

25 The antifouling finishing agent of the invention can be mixed with a synthetic resin by methods not 
specifically limitative which include wet blending, dry blending and like methods. Of the methods, a suitable 
method is employed according to the kind of synthetic resins. 

The antifouling finishing agent of the invention is superior to conventional ones In the ability to provide a 
film with excellent strength and high adhesion to articles to be treated and is outstanding also in durability. 

30 

Examples 



35 The present invention will be described below in greater detail with reference to the following Examples, 
Comparison Examples. Test Examples and Comparison Test Examples. 

Example 1 

40 

A 200 cc glass ampoule was charged with 75 g of a monomer of the formula CH2=CF- ■ 
COOCH2CH2C8F17 (hereinafter referred as "aF17F"). 22 g of tricyclodecanyl acrylate {hereinafter referred 
to as "TCDA"), 3 g of glycidyl methacrylate (hereinafter referred to as *'GMA"), 200 g of m-xylene 
45 hexafluoride (hereinafter referred to as "m-XHF") and 1.5 g of azobisisobutyronitrile. A deaeration and 
nitrogen-purge procedure was repeated thrice by a freezing-thawing method using methanol/dry ice. 
Thereafter the ampoule was closed by heat-sealing. 

The ampoule was immersed for 24- hours in a temperature-controlled bath maintained at 50* C. 

Subsequently a 30 g portion of 300 g of reaction mixture was added to methanol after which the 
50 precipitated fiuorine-containing polymer was dried to give 9.9 g of fluorine-containing polymer. 

The Inherent viscosity (17) of the polymer was determined at 35 ' C using m-XHF as a solvent and was 
found to be 0.68. Elementary analysis shows that the polymer contains 40.2% carbon, 47.9% fluorine and 
2.9% hydrogen. 

The remaining portion of the reaction mixture was diluted with a trichlorotrlfluoroethane/1,1,1-trich- 
55 loroethane solvent mixture (ratio by weight of 1 : 1) to a polymer concentration of 1% by weight, giving a 
solution of antifouling finishing agent 
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Examples 2 to 6 

A solution of antifouling finishing agent was prepared In the same manner as done in Example 1 using 
5 the monomers as shown in Table 1. In this way. 5 kinds of solutions of antifouling finishing agents were 
prepared. 

Example 7 

10 

The polymer prepared In Example 5 was dissolved In 1.1.1-trichloroethane to give a solution having a 
concentration of 5% by weight (hereinafter refenred to as "solution A"). PMMA ("Elvadte 2041," product of 
Du Pont) was dissoh^d in 1 ,1 ,1 -trichloroethane to give a solution having a concentration of 5% by weight 
T5 (hereinafter referred to as "solution B"). A mixture of solutions A and B (ratio by weight of 2 : 1) was diluted 
with 1.1,1 -trichloroethane to a concentration of '1% by weight, producing a solution of antifouling finishing 
agent 

20 Example 8 

A solution of antifouling finishing agent was prepared In the same manner as done in Example 7 with 
the exception of using a mixture of solutions A and B (ratio by weight of 1 : 1). 

23 

Comparison Example 1 

30 A solution of antifouling finishing agent was prepared by repeating the same procedure as in Example 1 
with the exception of using 75 g of monomer of the formula CHa =CH-COOCH2CH2C8Ft7. 20 g of 
cyclohexyl acrylate (hereinafter refen'ed to as "CHA**) and 5 g of GMA. 

35 Comparison Example 2 

A 4-necked 100 ml flask equipped with a stirrer, a tiienmometer, a reflux condenser and a dropping 
funnel was charged with 10.2 g of toluidine diisocyanate (product of Hitachi Kasei Kabushiki Kaisha, 
40 tradename "Coronate T65") and 26.6 g of a monomer of the fonmula CaFiyCHzCHzOH. The mixture was 
reacted at 70"C for 8 hours. Methanol (1.9 g) was added to the reaction mixture to achieve 6 hours of 
reaction, giving an Rrcontainlng urethane compound of the formula 

^ CgP^7CH2CH20CNH -(o)-C^2 

'^NHCOCH3 

50 '^^^ ^hus obtained Rf urethane compound was diluted with 1 ,1 ,1 -trichloroethane to a concentration of 
1% by weight, giving a solution of antifouling finishing agent. 



ss 



Comparison Example 3 

A solution of antifouling finishing agent was prepared in the same manner as done in Example 1 with 
the exception of using 25 g of of a monomer of the formula CH2 = CF-GOOCH2CH2C9Fi9 (hereinafter 
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referred to as F19F"), 58 g of ethylene glycol methacrylate and 15 g of stearyl methacrylate. 



Test Exannpies 1 to 8 and Comparison Test Example 3 



A nylon taffeta piece was dipped m the solution of antifoultng finishing agent prepared in one of 
Examples 1 to 8 and Comparison Test Example 3. The treated fabric was air-dried for 24 hours to produce 
a test specimen. In this way, 9 kinds of test specimens were prepared In the same manner as above by 
TO dipping nyion taffeta pieces in the solutions olptained in said examples. 

The test specimens were tested for properties by the following methods. 



75 



Water flepeilency 



Several drops of an aqueous solution of isopropanol were deposited on the surface of the test 
specimen. The result was observed in 30 seconds to inspect whether the drops had penetrated the test 
specimen. The water repeilency of the test specimen was evaluated according to the following ratings 
20 (point) on the basis of the concentration at which the drops were retained over the surface without 
penetration. 



25 



35 



Point 


Concentration of aqueous solution 
of isopropanol (% by volume) 


11 


100 


10 


90 


9 


80 


8 


70 


7 


60 


6 


50 


5 


40 


4 


30 


3 


20 


2 


10 


1 


0 


0 


No drop retained 



Oil Repeilency 



45 



Several drops of a liquid (as shown in a table below) were deposited on the surface of the test 
specimen. The result was observed in 30 seconds to inspect whether the drops had penetrated the test 
specimen. The oil repeilency of the test specimen was evaluated according to the following ratings (point) 
on the basis of the kind of liquid whose drops were retained over the surface without penetration. 



50 
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Point 


Liquid 


8 


n-Heptane 


7 


n-Octane 


6 


n-Decane 


5 


n-Oodecane 


. 4 


n-Tetradecane 


3 


n-Hexadecane 


2 


n-Hexadecane/Nujor (35:65 mixture) 


1 


Nujol 


0 


Drops of NuJol not retained 


Note: *'Nujor Is a tradename for petrolatum. 



IS 



Antifouiing property 



The test specimen was cut to a square shape (7 cm X 7 cm). The square specimen was placed into a 
20 polyethylene bag together with an artificial dry soil (as shown below in a table) in an amount of twice the 
weight of the specimen. The bag containing the specimen was vigorously shaken for 2 minutes to soil the 
specimen. Then the artificial dry soil was taken off by a vacuum cleaner. A reflectance (whiteness degree) 
was measured with a digital reflectance meter. A percent degree of stain was given by the following 
equation: Percent degree of stain (%) = 

25 

X100 

wherein A is a reflectance of unstained specimen and B is a reflectance of stained specimen. 



Artificial Dry Soil 


Peat moss 


38 (% by weight) 


Cement 


17 


Kaolin 


17 


Silica 


17 


Carbon 


1.75 


Ferric oxide 


0.50 


Liquid paraffin 


a75 
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Stain By Treading 

The test spedmen was cut to a square shape (30 cm X 30 cm). The square fabric was attached to the 
surface of a corridor in a building and trodden by shod feet for 24 hours. The fabric was cleaned by a 
vacuum cleaner after which the reflectance (whiteness degree) was measured by a digital reflectance meter. 
A percent degree of stain by treading was given by the following equation: Percent degree of stain by 
treading (%) = 

X100 



so A 

wherein A is a reflectance of specimen before treading and 8 is a reflectance of specimen after treading. 
After treading, the water repellency and oil repellency of the specimens were also detenmined. 



Comparison Test Examples 1 and 2 

A nylon taffeta piece was dipped in the solution of antifouiing finishing agent prepared in Comparison 
Test Example 1. The treated fabric was heated at 130* C for 30 minutes and air-dried for 24 hours to 
produce a test specimen. Another test specimen was produced by repeating the same procedure with the 
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exception of using the solution prepared in Comparison Test Example 2. The two test specimens were 
checked for the same properties as In Test Examples. Table 1 below shows the results. 

The following abbreviations were used in Table 1 to designate the monomers. oF17F for 
CHa sCFCOOCHzCHaCsFi? 



GMA for CH2 =CHCOOCH2CHCH2 



IS SiMA for CH2 = C(CH3)COO(CH2)3Si(OCH3)3 

aFl9F for CH2 =CFCOOCH2CH2(CF2CF2)3CF(CF3)2 
MMA for CH2 =C(CH3)COOCH3 



HEA for CHa sCHCOOCHzCHaOH 
17FA for CH2 =CHCOOCH2CHaCBF,7 
EGMA for CH2 =C{CH3)COO(CH2CH2 0)30CC(CH3) = CH2 
2S MA for CH2 = CHCOOCH3 

SMA for CH2 = C(CH3)COOC,8H37 



35 



40 



46 



50 



5 




70 




20 
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One part by weight of the solution of antlfouling finishing agent prepared in Exannple 1 was added to 
100 parts by weight of a commercial vinyl chloride resin. The mixture was kneaded by a roll to form a film 
of 1 50 urn thickness. 

A test specimen was produced by the following method. The film was cut to strips each measuring 5 
cm by 10 cm. Ten strips were superposed over one another and pressed into a sheet under a load of 1 kg. 
The sheet was left to stand at 45* C and at 85% RH for one month, giving a test specimen. 

Thereafter the test specimen was dipped in an artificial sewage water consisting of 94% black soil, 4% 
water and 2% liquid paraffin, withdrawn and lightly shaken to let fail part of soil held thereto. The specimen 
was weighed and found to have 0.03 mg/m^ of soil held thereto. The same procedure as above was 
conducted using a film free of the antifbuflng finishing agent of the invention. It was found that the film had 
0.25 mg/m^ of soil held thereto. 



Claims 



1. An antifouling finishing agent comprising a fluorine-containing polymer comprising at least 50% by 
weight of a fluorine-containing acrylate represented by the formula 

CH2=C-P 



wherein Y Is alkylene group having 1 to 3 carbon atoms, a group of the formula -CH2CH2N(R)S02- (wherein 
R is aikyi group having 1 to 4 carbon atoms) or a group of the formula -CH2CH(0Z)CH2- (wherein Z is 
hydrogen atom or acetyl group), and Rf is fluoroalkyl group having 3 to 21 carbon atoms or fluoroalkyi 
group having 3 to 21 carbon atoms and containing 1 to 10 oxygen atoms in the carbon chain (provided that 
no oxygen atom is adjacent or closest to other oxygen atom), said fluoroalkyl groups having at least 5 
fluorine atoms. 

2. An antlfouling finishing agent according to claim 1 wherein the fluorine-containing polymer is a 
copolymer comprising: 

(a) about 65 to about 90% by weight of a fluorine-containing acrylate represented by the formula 



^ 1 

COO-Y-Rf 



wherein Y is alkylene group having 1 to 3 carbon atoms, a group of the fonnula -CH2CH2N(R)S02- (wherein 
R is alkyi group having 1 to 4 cartaon atoms) or a group of the formula -CH2CH(OZ)CH2- (wherein 2 is 
hydrogen atom or acetyl group), and Rf is fluoroalkyl group having 3 to 21 carbon atoms or fluoroalkyl 
group having 3 to 21 carbon atoms and containing 1 to 10 oxygen atoms in the carbon chain (provided that 
no oxygen atom is adjacent to other oxygen atom), said fluoroalkyl groups having at least 5 fluorine atoms; 
(b) about 10 to about 35% by weight of an acrylate or methacrylate represented by the formula 



. CH2=C 



COO-B 



wherein A Is hydrogen atom, fluorine atom, chlorine atom or methyl group and B is alkyI group having 1 to 
10 carbon atoms, alicycllc group or aromatic group having 6 to 10 carbon atoms, or fluoroalkyl group having 
1 to 1 0 carbon atoms; and 

(c) 0 to about 10% by weight of an ethylenically unsaturated monomer. 
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3. An antlfbuling finishing agent according to claim 2 wherein: 

(I) ttie fluorine-containing acrylate (a) is a compound represented by the forumla 



2 ^ 

COO-(CH2}ja(CP2)nCP-3 

wherein m is an Integer of 1 to 3 and n is an integer of 5 to 13; 

(ii) the acrylate or methacrylate (b) Is a compound represented by the formula 

A* 

I 

15 CH2=C 

COO-B ' 



wherein A* is hydrogen atom, fluorine atom or methyl group and b' is methyl group, ethyl group, phenyl 
group, benzyl group, cyclohexyl group, tert-butyl group, neopentyl group, tricyclodecanyl group, bornyl 
group, isobomyl group, dicyclbpentenyl group or phenoxyethyl group; and 

(iii) the ethylenically unsaturated monomer (c) is an acrylate or methacrylate having functional group. 

4. An antifouling finishing agent according to claim 1 wherein the fluorine-containing polymer has a 
glass transition temperature or a melting point of 35 ' C or higher. 

5. An antifouling finishing agent according to claim 1 wherein the fluorine-containing polymer has a 
number-average molecular weight of about 10000 to about 4000000 as determined by gel permeation 
chromatography. 
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